TABLE I 


COAL STRENGTH OF DOMESTIC BRANDS 


Manufacturer 

Average Percent Coals 

Removed 


(Manufacture Dates) 

Previous 

(5/83-8/83) 

Current 

(9/83-12/83) 

Difference 

PHILIP MORRIS 

Benson & Hedges 100 

47 

62 

+ 15 


Benson & Hedges Lights 100 

58 

58 

0 


Cambridge 100 

28 

39 

+ 1 1 

(a) 

Marlboro 80 (Box) 

- 

58 

- 


Marlboro 85 

55 

50 

-5 


Marlboro Lights 85 

50 

54 

+4 


Marlboro 100 

48 

52 

+4 


Merit 85 

64 

67 

+3 


Merit 100 

52 

50 

-2 


Merit Ultra Lights 85 

59 

57 

-2 


Parliament Lights 85 

48 

58 

+ 10 


Virginia Slims 100 

36 

36 

0 


Virginia Slims Lights 100 

(Box) 48 

38 

-10 


REYNOLDS 

Camel 85 

30 

37 

+7 


Doral Menthol 85 

62 

69 

+7 


Now 100 

40 

39 

-1 


Salem 85 

31 

52 

+21 

(b) 

Salem Lights 100 

51 

40 

-11 

Salem Ultra Lights 85 

47 

66 

+19 


Vantage 85 

54 

50 

-4 


Vantage Ultra Lights 85 

48 

70 

+22 

(c) 

Winston 85 

26 

29 

+3 


Winston Lights 85 

41 

32 

-9 


Winston Ultra Lights 85 

67 

74 

+ 7 


AMERICAN 

Carlton 85 

79 

75 

-4 


Carlton 100 

46 

46 

0 


Pall Mall 85 (NF) 

46 

46 

0 


Pall Mall 100 

70 

84 

+ 14 


Pall Mall Lights 100 

50 

65 

+ 15 


Silva Thins 100 

27 

34 

+7 


Tareyton 85 

60 

72 

+ 12 


Tareyton Lights 100 

50 

67 

+ 1 7 


(a) This is not considered a 
number of cigarettes were 

significant increase 
tested. 

because a limited 


(b) A change in the level of 

citrate in paper was 

made in July 

, 1 983. 



An increase in % coals removed of 21 was realized when comparing 
the average of May-June, 1983 (31%) with that of September - 
December, 1983 (52%). 

(c) A change in the level of citrate in paper was made in July, 1983. 
An increase in % coals removed of 22 was realized when comparing 
the average of March - June, 1983 (48%) with that of September - 
December, 1983 (70%). 
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Source: https://www.industrydocuments.ucsf.edu/docs/phpk0001 



TABLE I (cont.) 


COAL STRENGTH OF DOMESTIC BRANDS 


Manufacturer 

Average 

Percent 

Coals 

Removed 


Previous 

Current 

Dif f er< 

(Manufacture Dates) 

(5/83-8/83) 

(9/83- 

•12/83) 


L0RILLARD 

Kent 85 

74 

72 


-2 

Kent III 100 

75 

77 


+2 

Kent Golden Lights 85 

83 

82 


-1 

Kent Golden Lights 100 

78 

79 


+ 1 

Newport Menthol 85 

84 

76 


-8 

Newport Menthol 100 

67 

76 


+9 

Newport Lights Menthol 85 

93 

88 


-5 

True 85 

88 

92 


+4 

BROWN & WILLIAMSON 

Barclay 85 

31 

27 


-4 

Barclay 100 

32 

33 


+ 1 

Belair Menthol 85 

28 

23 


-5 

Kool 85 

28 

29 


+ 1 

Kool Lights 100 

25 

35 


+ 10 

Kool Milds 85 

30 

30 


0 

Raleigh 100 

40 

35 


-5 

Raleigh Lights 100 

44 

30 


-14 

Viceroy 85 

35 

31 


-4 

Viceroy Rich Lights 85 

42 

25 


-17 

LIGGETT GROUP 

L & M 100 

56 

63 


+7 

Lark Lights 85 

70 

77 


+7 


<d) 


(d) A change tn the rod density and the level of citrate in 
paper was made in October, 1983. A decrease in % coals 
removed of 14 was realized when comparing the average 
of July - August, 1983 (44%) with that of October - 
December, 1983 (30%). 
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Source: https://www.industrydocuments.ucsf.edu/docs/phpk0001 



